AMENDMENT UNDER 37 C.F.R. § 1.111 
Application No.: 10/535,419 



Attorney Docket No.: Q87995 



AMiENDMENTS TO Tm: CLAIMS 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

LISTING OF CLAIMS: 
1 . - 6. (canteled)> 

1. (currently amended): i^o-Ajpolyester multifilament yam as olouned in olaim U i n the 
form of a woven or knitted fabric , comprising, as a principal component, a polyethylene 
terephthalate polvmer produced by pplycondensing terephtiialate dicstcr of ethylene plvcol in 
the presence of a catalyst, 
wherein 

the catalyst comprises at least one member selected from mixtures (V) the 
mixtures (1) for the catalyst comprises a titanium compound component (K\ mixed with 
phosphorus compound component (B\ 

in which mixtures (\\ 

the component f A> comp rises at least on e member selected from the group 
consisting of (a) titanium alkoxidcs represented fay the general formula (D: 




(I) 



in which formula (P. R\ R^. and R"^ respectively and independentiv from each other represent 

a member selected from alkvl groups having 1 to 20 carbon atoms and a phenyl group^ m 
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jrepres^nts an ir^teger of 1 to 4 and wliyn jpa represents an integer of 2. 3 or 4. fee 2. 3 or 4 R^s 



and R s may be respectively the same as each other or different ficom each other, aad fb) reaction 
products of the titanium conmoiunds of the cenetd formub (D with arbmatic polvcarboxvli6 
acids represented by the formula (ID ; 



in vMch formula (ITl. n represents to integer of 2 to 4. or anhydrides of the adds of the 
form^aflDiand 

the component CB) comprises at least one phosphorus compound represented by 
the general formula fUT); 



in which formula (HP. R^. and R^ respectiveiy and independently from each other represent 
an alkvl group having 1 to 4 carbon atoms. X represents a member select^ fixim a -CHy group 
and a -CM(Y)>- group wherein Y represents a phenyl group, 

the mixture (1) for th^ catalyst for jttie polycomtensation being emploved in an 
amount satisfying the requirements repre sented bv the following expressions of relation and 




(II) 




(III) 



0 ,0 



and 
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wherein Mtj represents a ratio in % of a value b mniimnles of titanium element contained in fee 
titanium compound component ^A) to a value in moles of the aromatic dicarboxvlate ester, and 
Mg represents a ratio in % of a value in millimoles of phosphorus element contained in the 
phosphorus compound component CB) to the value in moles of the aromatic dicarboyylate ester^ 

the multifilament vam has a thickness of individual filaments of 0.3 to 2.0 dtex, a 
total thickness of the yam of 90 dtex or less, and a silk factor (S J.^ vahie of 22 or more^ 
determined in accordance with tiie following equation (1): 

= (Tensile strength^ x (Ultimate elongationV'^ £1}. 

8. (currentiy amended): The polyester multifilament yarn as claimed m claim 37, ia^e 
fomi of g wov e n or knittod fabrio w herein in die component f A^ of the mixture (1) for the 
catalyst a reaction molar ratio of titanium alkoxide (al to the aromatic polvcarboxvlic acid of tiie 
general fonnula fll^ or the anhydride thereof is in the ranee of from 2: 1 to 2:5 . 

9. (cutrently amended): The polyester multifilament yam as claimed in claim ^7, 
form of Q woven or Icnitted fabri ow herein the dialkvl aromatic dicarboxvlate ester is one 
produced by a tfansesterificatioii reaction of a dialkvl ester of an aromatic dicarboxvlic acid with 
an alkvlene glvcol . 

10. (currently amended): The polyester multifilament yam as claimed in claun-4^ m 
th e form of a wovon or knitt e d fiibri o wherdn tiie arbmatic dicarboxvlic acid is selected from 
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tCTephthalic acid. 1.2-ftaphtlMJene dicarbmtvlic acM , pHthal^<;t g cid. iisophtfaaUc acid, 
diphenvldicarfaoxvlic acid and diphenoxvethahe dicarboxylic acid and the alkvlene glycol is 
sdected fiom et^lene glycol, butvlene f hrcoL trimethvlene clvcoL roopvlfene glycol neopentyl 
glycol, hex ampth ylane glycol and dodecamethvlene glycol . 

11. (currently amended): Jlie polyester multifilament yam a$ claimed in claim 57, »^ 
form of g . wov e n or knitted fafari ow faerein the polyester is a polyethylen e terephthahte. 

1 2. (cuirently amended): The polyester multifilament yam as claimed in claim #2. »^ 
form of Q wQv e n - or knitted fiibrio w herein the polyester polymer has an L* value of 60 to 90 and 
a b* value of 1 to 10^ determined in accordance with the L*a*b* color specification of JIS Z 
8729. 



5 



